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© Reversible optical information-recording medium. 

© Phase-change type, reversible optical information recording medium, being possible for recording, reproduc- 
ing, erasing, and rewriting of information, by use of a laser beam. This invention consists of recording thin film of 
ternary compositions, for example, containing Ge, Te, Bi or quaternary compositions containing the fourth 
element of Se with which a part of Te is replaced, which is established on such surface -flat substrates as glass 
or plastics. In this case, the component ratio of Te and Se is selected not to be excess for other elements, such 
^Jjas Ge, Bi so as to be fixed as stable compounds of stoichiometric compositions of GeTe, BijTej, or GeSe, 
^* Bi 2 Se 3 when crystallized. Strictly speaking, a concentration of each component is selected to have proper ratio 
lOof the number of atoms relative to each other so as to represent whole composition as the sum of each 
component. By this treatment, it is possible to have high crystallization speed and long cyclabiliry of 
"recording/erasing. The effect of Se is to increase the viscosity of the system and to make easily to obtain 
Irt amorphous state; and moreover, by selecting of proper amount replaced with Te, it is possible to obtain the 
composition of recording film superior in both characteristics of recording (amorphization) and erasing 
(crystallization). 
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REVERSIBLE OPTICAL INFORMATION • RECORDING MEDIUM 



BACKGROUND OF THE INVENTION 



FIELD OF INVENTION 

The present invention relates to phase-change type, reversible optical information-recording medium, 
being suitable for recording, reproducing, erasing, and rewriting of information, by use of a laser beam. 



70 DESCRIPTION OF THE PRIOR ARTS 

It is well known that some kinds of Te-based alloy film produce comparatively easily reversible phase 
transition by irradiation of a laser beam. Since, among them, the composition rich in Te-component makes it 
possible to obtain an amorphous state by relatively low power of laser, the application to recording medium 
is has been so far tried. 

For example, S.R. Ovsinsky et al. have first disclosed In USP 3,530,441 that such thin films as 
TeasGeis and Te 8 iGeisSjSb2 produce a reversible phase-transition according to light with high density 
energy such as a laser beam. AW. Smith has also disclosed a film of Te^GeaAss as a typical composition, 
and he has clarified that it could make recording (amorphization) and erasing (crystallization) runs of about 

zo 10* times, and erasing (Applied Physics Letters, 18 (1971) p. 254). Moreover M. Chen et al. have disclosed 
that a film of Tea?GeaSris as a typical composition could make repeating runs of more than 10 s times in a 
static test (Applied Physics Letters, 46 (1985) p. 734). Generally, in the recording medium utilizing the 
phase change between amorphous state and crystalline state, the procedure of the transition from crystal to 
amorphous state is used for recording process, attaching importance to recording speed. Since the above- 

25 mentioned compositions utilize those near eutectic mixture of Te and additives, they have lower melting 
points of about 400* C and can be easily amorphized. On the other hand, in erasing run, the procedure from 
amorphous state to crystal is used; since there exist many free Te-chain-structures inside each above- 
mentioned composition, progress of crystallization is obstructed by them. Therefore, as the chains at 
random direction remain inside even after solidification, it is necessary to keep the amorphous state for 

30 sufficiently long time and at high temperature (near Tg) in order to arrange the orientation, namely obtain 
the perfect crystalline state. There was a problem that the composition rich in Te could not in principle 
increase the erasing speed. 

The existence of free Te reduces long-term thermal stability, particularly after repeating of 
recording/erasing run, and moreover it becomes a cause to restrict the cycling number itself. Though, it is 

35 assumed that in a thin film at "as deposited" state, Te atoms are uniformly dispersed with other atoms in a 
film, there occurs, during the repeating runs of recording/ erasing, the separation between a part very rich in 
Te (relatively lower melting point) and a part rich in stable compound of Te and the additives (relatively 
higher matting point). Therefore, there occurs the phase separation and then the recording characteristics 
change. In this case, the composition with extremely abundant Te is very unstable as amorphous state with 

40 low crystallization temperature, and also gives a result to reduce the thermal stability. This phenomenon is 
assumed to be mainly due to the fact that the composition near eutectic point could not exist as the stable 
compound and then it would transfer to more stable state in terms of internal energy. In the case of the 
extreme difference of characteristics, especially melting point, between Te and stoichiometric Te compound 
with additives produced by crystallization, the phase segregation proceeds more quickly, and it is difficult 

45 for separated phase to return again to the original uniform state. As a result, the recording and erasing 
could not be performed. As a way to solve the problem, it is necessary to increase the laser power, keep 
the film at a temperature above melting points of Te and Te compound for a long time, and quench after 
mixing them well again; by such treatments meaning of increasing sensitivity of recording by using 
excessive Te has come to be in vain. It has been impossible to realize the above treatments actually in 

so dynamic system. Namely, in the composition excessive in Te, it could not be realized to obtain the 
satisfactory characteristics such as the rewriting speed, thermal stability, and cyclability. 



BRIEF SUMMARY OF THE INVENTION 
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The object of this invention is to supply a reversible optical information-recording medium with the 
improved erasing speed without reduction of recording sensitivity. Also, the other object of this invention is 
to supply a reversible optical information-recording medium with long cyclability of recording/erasing. 
Moreov r, the other object is to supply a reversible optical information-recording medium unchangeable in 
5 thermal stability and with igh reliability even after repeating runs of recording and erasing. 



BRIEF DESCRIPTION OF THE DRAWING 

io Fig. 1 is a cross section showing the structure of working example for reversible optical information- 

recording medium of this invention. 

Fig. 2 is the main composition of recording film applied to reversible optical information-recording 
medium of this invention and the composition diagram showing a tolerance of composition. 

Fig. 3 is a graph showing the phase-transition temperature of recording film with main composition. 
15 Fig. 4 is a graph showing amorphizing sensitivity of recording film with main composition. 

Fig. 5 is a graph showing a crystallization speed or recording film with main composition. 
Fig. 6 is a graph showing the change in amorphizing sensitivity and crystallization speed in the case 
of addition of Se to main composition. 

so DESCRIPTION OF THE PREFERRED EMBODIMENTS 

As shown in a - c in Fig. 1, an optical information-recording medium of this invention consists of a 
recording layer (4) sandwiched by dielectric thin films (2, 3) such as Si0 2 . Al 2 0 3 , ZnS on substrate (1) with 
flat surface, made of plastics such as PMMA and polycarbonate, metals such as Af and Cu or glass, etc. In 

25 this invention, the dielectric layer is not always necessary, but it is effective In reducing thermal damage of 
plastic materials or the transformation and evaporation of the recording layer itself caused by repeating 
irradiation of laser beam. It is also possible to stick a protecting plate on this layer. 

This invention is characterized by a recording layer. For example, a recording layer consists of ternary 
compositionscontaining Te, Ge, Bi, or quartemary compositionscontaining the fourth element of Se with 

30 which a part of Te is replaced. As shown by a thick line in Fig. 2(a), the main composition is located on the 
line linking the composition points of GesoTeso and 20*(BijTe3). In this invention, the main composition is 
shown by the following formula: 
x*50 Ge(Te.Se) + (1-x)'20 Bi 2 (Te,Se) 3 ;or 
(Te.SeJeo-ioxGeso^BiJ^Mox 

35 (wherein 0.05 S x S 0.8) Here, the concentration of Se is not related to the value of x. and it is 30 atomic % 
or less of whole, namely its maximum value is 30 atomic %. Each composition is permitted to have some 
range as shown in Fig. 2(b) as a domain. 

The following is to describe the fundamental concept the concrete constituent elements in the 
recording layer, and the reason for the decision of its concentration regarding the recording medium of this 

40 invention. 

First, when Te is contained in excess of the necessary amount for formation of stoichiometric 
compounds with other additives in a recording film of Te phase-change type, it becomes a cause to restrict 
the erasing speed (crystallization speed), thermal stability, and cyclability, as already mentioned. Therefore, 
the method with non-excessive Te by devising concentrations of the additives should be taken. 
45 However, Te alloy with only one kind of additive element, such as CdTe, SnTe, PbTe. InTe, SbzTes, 
and GeTe, is unsuitable for a recording layer by one or all of the following reasons: 

1) as the melting point is too high, it could not be easily melted by a short pulse of light of a laser 

beam. 

2) as the crystallization temperature is too low, the stable amorphous phase could not be obtained, 

so and 

3) as the crystallization rate is too high, the sufficient conditions for rapid cooling which are necessary 
for amorphous conversion could not be easily obtained. Among them, GeTe has a stable amorphous phase 
and a relatively low melting point of 725 " C comparing with other systems. However, it is also difficult to 
amorphize (recording) under consideration of power output (25 mW at most) by the present commercial 

ss laser diode. 

Then, the methods using plural additives have been tried. The trial is to lower the melting point by 
composing solid solution of plural Te-alloys and, at the same time, to make amorphous phase stable. It Is 
not enough to make solid solution with low melting point, but it is necessary to obtain the solid solution to 
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be difficult in bringing about phase-separation by repeating run of recording/erasing and to have sufficiently 

^ttSSZSZSX - * - «* of additives, such as Ge and B, the good = 
with JILL matting point, stable amorphous phase, and high crystallization rate, could be obteined. 
Regain TrysLization as *l Te is fixed as stoichiometric compounds such as GeT • rtJTfc the 
SteSoTrate is higher than the case of excessive Te. However, it should be emphas.zed that there are 

As ITS point, there exists an intermediate phase between phases o both ends ; for examp ,e 
fiaTe * d Bi 2 Te 3 there are plural stoichiometric compounds, such as GeBuTe 7 (GeTe + 

. bload r^oe TcmpLlan as a whole, as the whole could be regarded as the mixture 

T^^^^T^l^^fore. there is a merit that there is almost no change in the film 
2£iE2t^E£ nation has occurred by the repeating runs ^rdlng/eraslng, except 
*™«nf which the complete separation up to the composition at both ends occurs 

srs^t z .iSi -p— * *• — »" "° u,d te < "" fcu " to 

cryS l a,li f ^!2? Sfflciently high crystallization temperature to keep an amorphous state stable could 

becomes easy to ^ is imporlt that this characteristic does not show the 

amorphous phase becomes slightiy m.lc. | , ^ m ^ n ^ „ the crystalliza tion rate of the 

« incontinuous change by the addition, of f**?™™™^™^ varie 9 d very continuously according to 

^ « "hiohe concent ^he second addition effect of Se is to raise the crystallization temperature of 
T ItT eToSy efective in poor composition of GeTe-component. and it acts to ra.se the 

T*T7J£ZFS£!L (the recorded signal). On the other hand, the melting point does not so change 
" TZLT^I^™ *is is due io the near melting point between Te- and S^ompounds 
o^hf Beimel It is very important that the recording sensitivity does not decreas by the addft.cn of 
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As described above, it was found that the ternary system of Te, Ge and Bi or the quaternary syst m in 
which a part of Te was replaced by Se show d superior characteristics as recording material for rewriting 
type optical disc. 

Next, the manufacturing method of this invention is described. A recording medium of this invention 
s could be produced by the method, such as vacuum deposition and sputt ring. As for sputtering, it is 
possible to use an alloy target designed from the desirable composition or a complex mosaic target with the 
area corresponding to each composition ratio. In the case of vaccum deposition method, the co-evaporation 
method with plural sources is convenient to control the composition. In this cas8, it is important that the 
deposition rate from each source is perfectly independently controlled by preparing for four electron guns 
w and their electric sources and four sensors of film thickness (for example, quartz oscillator). The degree of 
vacuum at deposition is enough at 1.3 • 10~ 2 to lO -55 Pa (10~* - 10 -7 torr). 
This invention is explained in detail by the following detailed examples. 



is Example 1 

Sample pieces of the recording film containing triple elements of Te, Ge and Bi with various 
compositions were prepared by the above-described vacuum deposition method, and these characteristics 
were investigated. The substrate of sample piece is a glass disk with thickness of 0.3 mm and diameter (4>) 
20 of 8 mm: the film thickness of a recording layer is about 1000 A. 

Characteristics were evaluated as follows: 

i) Phase transition temperature. Tx 

ii) Laser power necessary for beginning of amorphous conversion, Pa 

. iii) Laser irradiation time necessary for beginning of crystallization, tx Tx was defined as the 

25 temperature beginning the change in optical transmittance, when the "as deposited" sample piece was 
gradually heated. Increasing the temperature at the rate of 1 " C/sec, the change of the transmittance was 
monitored by He-Ne laser, and the transformation point was detected. The stability of amorphous phase 
could be evaluated by this value. Pa shows a value measured radiation power necessary for beginning of 
amorphization by irradiation of laser beam to the recording film surface of the crystalline state. In this case. 

30 each sample was sufficiently precrystallized by 30 us radiation of 2 mW laser power. Afterwards, the pulse 
width of radiation was fixed at 0.2 us, and the radiation laser power beginning the amorphization was 
measured by changing irradiation power. By this value, the sensitivity of amorphous conversion (the 
recording sensitivity) can be evaluated, rx is the irradiation time necessary for beginning of crystallization, 
in the case of radiation at spot of a 1 urn or less in diameter on the recording Him at "as deposited" state 

35 by the light of laser diode through a lens system. In this case, the evaluation of tx was undertaken from two 
points of view assuming two crystallization processes. One of them is txi . the radiation time necessary for 
beginning of crystallization by the radiation of relatively weak laser power (2 mW), assuming the crystalliza- 
tion process at solid phase. The other is rx 2 , the radiation time necessary for beginning of crystallization in 
the case of quenching from molten state by the radiation power of more than the above Pa. txi is the item 

40 related both with the energy necessary for beginning of crystallization and the rate of the crystallization. 
This value is very correlated with Tx. On the other hand, tx z is evaluated as the rate of crystallization itself; 
in this case, the same laser power as required for amorphization. 

Fig. 3 shows the behavior of Tx in the compositions on the line which links the composition point of 
GeTe and that of Bi2Te 3 at the triangle diagram of Ge-Te-BI. 

45 From this figure, the phase transition temperature in the system GeTe - Bi 2 Te 3 is higher than 100 'C 
(sufficiently higher than room temperature) in the case of more than 3 - 5% of x in the above-mentioned 
formula, and It shows that the amorphous phase is very stable. 

Fig, 4 shows the sensitivity of amorphization, Pa in the same composition as above. From this figure, 
Pa in the system of GeTe - Bi 2 Te3 has a tendency to increase as the proportion of GeTe increases, and it 

50 increases very much in the case of more than 80 - 90% of x proportion. Namely, if the proportion of GeTe 
is in the region of 80% or less of x, it is shown that a high recording sensitivity could be obtained. 

Fig. 5 shows txi and tx 2 , the irradiation time necessary for beginning of crystallization in the same 
composition as above. From this figure, it is found that txi has a tendency to increase as the proportion of 
GeTe increases, rX2 has a tendency to increase as the proportion of GeTe decreases, and it does not exist 

55 in the case of less than 30% of x. The curves of txi and tx 2 cross at around 30 - 40 mol% of x- 
concentration. Therefore, ft is found that the region of 5 - 40% of x in the composition ratio is suitable for 
erasing method of solid phase and the region of 40% or more of x ratio is suitable for erasing method of 
liquid phase. 
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Next, the exampl in which a part of Te was r placed by Se in the same composition on the above- 
mentioned line is described. 



s Example 2 

Selecting GeaoTessBfe* as a typical composition in Example 1. a part of Te has been replaced by Se in 
the form of Te 5Soc Se x Ge2oBi2«., and it was prepared as a sample. By the same measurement as adapted in 
Example 1. the following results have been obtained. 
10 First, it was confirmed that Tx increased monotonically as the concentration of Se increased. 

Fig. 6 shows the change in the sensitivity of amorphization Pa. and the crystallization time wo and rx 2 
with the change in Se concentration. From this figure, it is found that Pa decreases by addition of Se, and 
saturates at about 10 atomic %, rx» and rx 2 increases continuously and monotonically as the concentration 
of Se increases, rxi increases extremely over 20 atomic % of Se concentration; rx 2 increases mon- 
ts otonically until the concentration of Se is about 15 atomic %. but it does not exist at higher than 15 atomic 
% of Se concentration (namely, crystallization becomes difficult) 

From these results, it was shown that it was possible to change continuously recording sensitivity and 
erasing rate by the replacement of Se with Te and the fine controlling of film characteristics is easily 
undertaken according to the specification of the system. At that time, the addition concentration of Se is 30 
20 atomic % at most, and the crystallization rate is reduced extremely at higher concentration. In order to 
crystallize from liquid phase, the concentration of Se is 15 atomic % at most. Moreover, under consideration 
of the recording sensitivity, the concentration of Se is suitable at 5 - 15 atomic %. 

Similar experiment was undertaken for the different composition of Te-Ge-Sb, and the same tendency 
was obtained as addition effects of Se. 



Example 3 

The same experiment as adopted in Example 1 was undertaken to the composition come off the above- 
30 mentioned composition-line. Fixing the concentration of Ge for the composition on the above line, the 
composition ratio of Bi was changed in the range of ± 15 atomic %. As a result the large difference from 
the composition on the line was not produced as to Tx and Pa, but tx showed a rather large value when the 
composition came off the line to both sides. 

35 

Example 4 

At each composition point of Examples 1, 2 and 3, the disk was prepared, and the repeating 
characteristics of recording/erasing were investigated. An optical disk was prepared by laminating ZnS and 

40 a recording layer in the order, i.e. ZnS, a recording layer, ZnS .... on the substrate of PMMA resin of 130 
mm in diameter and thickness of 1.2 mm with the light guide-track, and the protecting plate using the UV- 
ray curing resin on the surface. The thickness of each layer was about 80 nm, 100 nm and 160 nm (800 A, 
1000 A. and 1600 A) in the order from the lowest layer to the upper ones, and these were designed to raise 
the effect of light-absorption in the recording layer. A laser beam was supplied from the side of substrate. A 

45 dynamic tester (deck) was equipped with a circular laser spot of 0.9 u.m in diameter for recording and an 
elliptic laser spot of 1 x 8 urn for erasing, and the two spots were continuously arranged in one optical 
head. The repeating life of recording/erasing was investigated at a peripheral speed of 5 m/s. Each power of 
recording and erasing was suitably selected according to the disk characteristics, and the recording was 
made at simple frequency mode of 2 MHz. The limit of life was defined as the number of times showing the 

so decrease of 3 dB from initial C/N. The following conclusions of 1) - 4) were obtained. 

i) At the composition on the line, there exists a broad power condition making possible repeating of 
more than 10 s times at more than 50 dB of initial C/N. 

ii) Coming off far from the composition on the line, the noise is produced at about 10 2 times 
repeatings. 

ss iii) As shown by Ai, B ( ., Ci and D, in Fig. 2, the permissible width coming off the composition was 

+ 10 atomic % to Sb rich side and -10 atomic % to Sb poor side in the case of the fixed Ge concentration; 
in this range, there exists the power condition making possible repeating of 10* times. Similarly, in. the 
range of +7 atomic % "and -5 atomic % (A 2 , B 2 . C 2 and D 2 ), ther exists the power condition making 
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possible repeating of 10 s times. In the range of +5 atomic % and -3 atomic % (A 3 , B 3 , C 3 and D 3 ), there 
exists the power condition making possible rep ating of 10 6 times, though its rang is narrower than the 
composition on the line. Above all. in the range of A«, B+, C4 and D*, it is possible to rep at 
recording/erasing with a comparatively low power. Tab. 1 shows the composition of each point. 

Table 1 



Coordinates at each composition point 


each composition (Te. Qe. Bi) 




A 


B 


C 


D 


1 


(38. 59. 3) 


(50. 2. 48) 


(70. 2. 28) 


(63. 34. 3) 


2 


(42. 55. 3) 


(53. 2, 45) 


(64.5, 2, 33.5) 


(57. 40. 3) 


3 


(44.5, 52.5, 3) 


(55. 2. 43) 


(63. 2. 35) 


(54. 43. 3) 


4 


(46.5,41.5.12) 


(54, 6.5. 39.5) 


(62. 4. 34) 


(55. 39, 6) 



iv) The Se concentration has not marked correlation with cyclability. 



Example 5 

25 

The cyclability of disk equipped with the film of ternary elements system, TessGei2Biao and the film of 
quartemary elements system. TewGeizBboSeio as a disk with typical composition were investigated by 
the same method as adopted in Example 4. 

As for the former disk, the results of the initial C/N of 53 dB and the C/N of 51 dB after 10 s time 
30 repeating were obtained by repeating recording/erasing at recording power of 8 mW and erasing power of 8 
mW. 

As for the latter disk, the results of the initial C/N of 54 dB and the C/N of 52 dB after IQS times 
repeating were obtained by repeating recording/erasing at recording power of 7 mW and erasing power of 
10 mW. 

3S Similar experiments were undertaken with Sb instead of Bi in the above composition. In the disk of the 
triple elements system. TessGeiaBiao. the results of initial C/N of 50 db and the C/N of 48 dB after the 
repeating of 10 s times were obtained at the recording power of 7 mW and the erasing power of 7 mW. 
Also, in the disk of the quadruple elements system, Te^GeizSbaoSeio, the results of initial C/N of 52 dB 
and the C/N of 50 dB after repeating 10 s times were obtained at the recording power of 6 mW and the 

40 erasing power of 9 mW. 



Claims 

45 1 . A reversible optical information recording medium comprising a substrate and a recording film which 
is formed on said substrate and produces reversible phase transition between amorphous and crystalline 
states in accordance with the condition of laser beam irradiation in anyone of recording or erasing process, 
characterized in that the composition of said information recording film is composed of a Te-Ge-Bi based 
ternary alloy or a quaternary alloy consisting of said Te-Ge-Bi based ternary alloy and Se added thereto, 

50 having a composition ratio in which the major part of atoms of said information recording film are fixed as 
stoichiometric compositions of Te or Te and Se based binary or multiple composition when said information 
recording film is crystallized by said laser beam irradiation. 

2. A reversible optical information recording medium comprising a substrate and a recording film which 
is formed on said substrate and produces reversible phase transition between amorphous and crystalline 

ss states in accordance with the condition of laser beam irradiation in anyone of recording or erasing process, 
characterized in that the composition of said information recording film is composed of a Te-Ge-Bi based 
ternary alloy or a quaternary alloy consisting of said Te-Ge-Bi based ternary alloy and Se added thereto, 
having a composition ratio in which the information recording film is a composition which forms a 
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metastabte singl phase of cubic structure without causing any phase separation at least at the first stage in 
crystallization when said information recording film is crystallized by laser beam irradiation. 

3. A reversible optical information recording medium according to claim 1 or claim 2. wherein the 
information recording film is composed of a Te-Ge-Bi based ternary alloy or a quaternary alloy consisting of 

s said Te-Ge-Bi based ternary alloy and Se added thereto, having a composition ratio in which the major 
portion of atoms of said information recording film are fixed as stoichiometric compositions to Te or Te-Se 
based binary or multiple alloy, and forms a metastable single phase having cubic structure, without causing 
any phase separation at least at the first stage in crystallization when said information recording film is 
crystallized by said layer beam irradiation. 

to 4. A reversible optical information recording medium according to anyone of claims 1 to 3, wherein the 
concentration of Se in the information recording film is 30 atomic % at the maximum. 

5. A reversible optical information recording medium according to anyone of claims 1 to 3. wherein the 
concentration of Se in the information recording film is 5 to 15 atomic %. 

6. A reversible optical information recording medium according to anyone of claims 1 to 5, wherein the 
ts composition of said information recording film exists in the area which is surrounded by the composition 

points of Ai , Bi . Ct and Di expressed by the following coordinates: 
A, ((Te + Se) 3B . Gesa. Bi 3 ), 
Bi ((Te + Se)so. Gea. Bu 8 ), 
C, ((Te + Se)7o.Gea. Bi 28 ) and 
20 Di ((Te + Se) 63 . Ge 3 «, Bi 3 ) 

in a triangle diagram showing the ratio of the numbers of each of (Te + Se), Ge and Bi atoms making up 
the composition. 

7. A reversible optical information recording medium according to anyone of claims 1 to 5, wherein the 
composition of said Information recording film exists in the area which is surrounded by the composition 

25 points of A 2 , B 2 , C2 and Da expressed by the following coordinates: 
Aa ((Te + Se)*a, Gess, Bi 3 ). 
Ba ((Te + Se) S3 , Gea. BUs). 
Ca ((Te + Se) M .s. Ge 2 , BI^js) and 
D 2 ((Te + Se)s7. Ge^o, Bia) 

30 in a triangle diagram showing the ratio of the numbers of each of (Te + Se), Ge and Bi atoms making up 
the composition. 

8. A reversible optical information recording medium according to anyone of claims 1 to 5, wherein the 
composition of said information recording film exists in the area which is surrounded by the composition 
points of A 3 . B 3 , C 3 and D 3 ' expressed by the following coordinates: 

as A3 ((Te + SeWs, Gesaj. Bia). 
B 3 ((Te + Se)ss. G©a, Bu 3 ), 
C 3 ((Te + Se)s 3 . Gea, Bi 35 ) and 
D 3 ((Te + Sejs*. Gets, Bi 3 ) 

in a triangle diagram showing the ratio of the numbers of each of (Te + Se), Ge and Bi atoms making up 
40 tiie composition. 

9. A reversible optical information recording medium according to anyone of claims 1 to 5. wherein the 
composition of said information recording film exists in the area which is surrounded by the composition 
points of A4, B*. C* and D«. expressed by the following coordinates: 

A* ((Te + Se)46.s. Ge 4 i S . Bi 12 ). 
45 Be ((Te +Se)s*, Gees, Bi&s). 
C* «Te + Se)sa. Ge*. Bi 3 ») and 
D* ((Te + Se)ss. Ge 33 , Bi 6 ) 

in a triangle diagram showing the ratio of the numbers of each of (Te + Se), Ge and Bi atoms making up 
the composition. 

50 10. A reversible optical information recording medium according to anyone of claims 1 to S, wherein the 

composition of said information recording film exists in the area which is surrounded by the composition 

points of A» , B* , S and T expressed by the following coordinates: 

A* ((Te + SeWs. Ge«is. Biiz), 

B* ((Te +Se) 5 t, Ge 6 £, Bi^), 
55 S ((Te + Se) 52 . Ge^o. Bi 8 ) and 

T ((Te + Se) S 7. Ges. Bi 38 ) 

in a triangle diagram showing the ratio of the numbers of each of (Te + Se), Ge and Bi atoms making up 
the composition. 
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11. A reversible optical information recording medium according to anyone of claims 1 to 5, wherein the 
composition of said information storage film exists in the ar a which is surrounded by the composition 
points of O, P, Q and R expressed by the following coordinat s: 
O ({Te + Se)«. Ge 29 .2, Bi 2 ,^), 
5 P ((Te + Se)s3. Geio. Biaz), 
Q ((Te + Se) 5e .4. Ge 8 . 3 . Bi^) and 
R ((Te + Se)ss.8. Ges>_z, Bi^*) 

in a triangle diagram showing the ratio of the numbers of each of (Te + Se). Ge and Bi atoms making up 
the composition. 

to 12. A reversible optical information recording medium according to anyone of claims 1 to 3, wherein the 
composition of said information recording film is expressed by the following formula: 
(Te + Se)so.ioxGe5o x Bi4o-4ox 
(wherein 0.05 £ x S 0.8). 

13. A reversible optical information recording medium according to anyone of claims 1 to 5. wherein the 
js composition of said information recording film exists in the line which connects one composition point 

indicating the alloy of GeaBfe'Te + SeJs and another composition point indicating the alloy of GeBi 4 - 
(Te + Se) 7 , in a triangle diagram showing the ratio of the numbers of each of (Te + Se), Ge and Bi atoms 
making up the composition. 

14. A reversible optical information recording medium according to anyone of claims 1 to 5, wherein the 
20 composition of said information recording film is anyone of stoichiometric alloys expressed by the formulas: 

GesBiaTeB-xSe*. GeBiaTe^ySe, and GeBi*Te 7 . x Se z (wherein Oixi 8,0iyS4,0Szi7), 

each of which are quaternary alloys prepared by substituting, respectively, a part of Te in each of ternary 

alloys of GeaBiaTes. GeBkTe* and GeBi+Te? for Se. 
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